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(54) Muffler made of a titanium alloy 

(57) There is provided a muffler made of a titanium 
alloy, wherein advantages of lightness and corrosion- 
resistance that the titanium alloy originally has, are 
used, and heat-resistance and oxidization-resistance 
are heightened without damaging costs or workability 
so that the span of life and flexibility for design are im- 



proved, particularly a muffler made of a titanium alloy, 
wherein the titanium alloy comprises 0.5-2.3 % by mass 
of Al and optionally one or more other alloying elements. 
The metal texture may comprise more than 90 % by vol- 
ume of the a phase and 20 % or less of the p phase. 
This muffler is superior in heat-resistance, oxidization- 
resistance, weldability and so on. 
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Description 

[0001] The present invention relates to a muffler of a car or a motorbike, and in particular to a muffler made of a 
titanium alloy wherein advantages of lightness and corrosion -resistance that the titanium alloy originally hasp are used, 
- 5 and heat-resistance and oxidization-resistance are heightened without damaging costs or workability so that the span 
of life and flexibility for design are improved. 

[0002] An exhaust system of a car or a motorbike is composed of an exhaust manifold, an exhaust pipe, a catalyst 
muffler, a pre-muffler, and a silencer (main muffler), which are, in this order, arranged from the exhaust gas outlet side 
of the engine. In the present specification, the generic term "muffler" is given to any one of these members or the whole 
10 thereof. As a constituent material of the muffler, ordinary steel was used in old times. In recent years, stainless steel 
superior in corrosion-resistance has been mainly used. 

[0003] Concerning some fields, mainly the field of motorbikes, attention has been paid to a muffler made of 71 in 
more recent years. Cases in which each of standard grade motorbikes that are mass-produced, including motorbikes 
for a race, is equipped with a muffler made of Ti have been increasing since Ti, which is different from ordinary steel 
15 or stainless steel in the prior art, has the following characteristics 1 )-4). 

1) Ti has a specific gravity of about 60 % of steel-type material. Thus, Ti is very light so that cars or motorbikes 
can be made light. 

2) Ti has very good resistance against corrosive gas or corrosive liquid containing salt and exhaust components. 
20 Thus, problems about corrosion are wholly overcome. (Even stainless steel, which is generally said to have superior 

corrosion-resistance, undergoes corrosion based on salt scattered on the road surface to prevent freezing of the 
surface in winter.) 

3) Since Ti is light, load stress based on vibration at the time of driving an engine is reduced. Thus, durable resist- 
ance against vibration fatigue is improved. 

25 4) Ti has a smaller thermal expansion coefficient than steel. The thermal expansion coefficient is about 70 % of 

that of ordinary steel, and about 50 % of that of stainless steel. Therefore, stress load associated with thermal 
expansion is small. Thus, durable resistance against thermal fatigue is also superior. 

[0004] In almost all of mufflers made of 71 which are made practicable at the present time, pure titanium of the JIS 

30 second grade, for industrial use, is used. It is predicted that the temperature of exhaust gas from cars or motorbikes 
is usually about 700 °C or higher. However, in the case that the outer surface of a muffler is large and is open to the 
air outside, as in motorbikes, heat radiates from the surface to the open air. Thus, the temperature of the muffler itself 
does not rise very much. Even the pure titanium of the JIS second grade can be used without any trouble. However, 
the temperature of metal positioned in an exhaust pipe in car mufflers, which is not directly open to the air, or metal 

35 positioned at a part where exhaust pipes joint in mufflers for motorbikes rises easily to a high temperature. Therefore, 
a Ti alloy having a higher heat-resistance than the JIS second pure titanium is desired. In the case that a Ti alloy having 
high heat-resistance and high strength is used, the 71 alloy positioned in sites whose temperature rises within a cold 
temperature range (a low temperature range of room temperature to about 400 °C) can also be made thin. Accordingly, 
it can be expected that the muffler can be made still lighter than JIS second grade pure titanium and the flexibility of 

40 design can be improved. 

[0005] From such viewpoints, it can be considered that 71 alloys such as 71-3AI-2.5V and 71-6AI-4V, among existing 
titanium alloys, are hopeful materials for mufflers. However, for forming and fabrication into a muffler, a raw material 
needs to be made thin and must have superior workability. The above-mentioned two existing Ti alloys, which are 
insufficient in forming-workability, cannot satisfy the requirements. 

45 [0006] Specifically, the above-mentioned 71-6AI-4V is unsuitable for a material for mufflers such as an exhaust pipe 
and a silencer since this alloy cannot be worked into a thin plate by cold rolling. On the other hand, 71-3AI-2.5V can be 
considered as the most hopeful material for mufflers among existing titanium alloys since this alloy can be cold-rolled 
to some extent and worked into a thin plate. In this titanium alloy, however, a border crack or an internal defect is easily 
generated in a cold rolling step. Thus, it is necessary that rolling and intermediate annealing are repeated plural times. 

50 As a result, costs for working to a thin plate are very high. Moreover, this alloy is far poorer in workability at the time 
of secondary working to a muffler than JIS second grade pure Ti materials. 

[0007] In light of the above-mentioned situations, the present invention has been made. An object of the present 
invention is to provide a muffler superior in heat-resistance and oxidation-resistance, using aTi alloy having the following 
performances. 

55 

1) The 71 alloy has better heat-resistance and oxidation-resistance than JIS second grade pure Ti materials, and 
can be applied to high temperature sites of a muffler. 

2) Cold workability, which is insufficient in conventional Ti alloys having superior heat-resistance (71-3A1 -2.5V and 
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T1-6AI-4V), is improved. Cold workability to a thin plate and workability to a muffler are made as high as JIS second 
pure Ti materials. 

3) The Tl alloy is an alloy that can keep superior weldability since joint based on welding is essential in working to 
a muffler. 



5 



[0008] The muffler, made of a titanium alloy, of present invention that has attained the above-mentioned object is a 
muffler made of a titanium alloy, wherein the titanium alloy comprises 0.5-2.3 % by mass of Al. By using this titanium 
alloy, it is possible to keep heat-resistance and oxidation-resistance required for a muffler and improve forming-work- 
ability. Therefore, a muffler that is suitable for production for working into a tube form and is thinner and lighter can be 

10 realized by curving a cold-rolled plate of the present titanium alloy and then subjecting the plate to seam welding. 

[0009] Preferably, the titanium alloy is a binary-element alley comprising Ti-(0.5-2.3 %)AI. Any alloying element other 
than Al maybe incorporated so far as the feature of the present invention is not lost. In this case, in order to keep heat- 
resistance and oxidation-resistance and improve workability sufficiently, it is preferred that the ratio of the a phase in 
metal texture of the titanium alloy is over 90 % or more by volume. 

is [0010] The "muffler" referred to in the present invention is a generic term given to any one member of an exhaust 
manifold, an exhaust pipe, a catalyst muffler, a pre-muffler, a silence (main muffler) and the like, or the whole thereof. 
In other words, the "muffler" in the present invention means whole or a part of an exhaust system. The "muffler" in the 
present invention can be applied not only to a car or a motorbike but also to a ship or other machinery. 
[0011] FIG. 1 is a graph showing the relationship between the amount of Al added to Ti and the critical rolling reduction 

20 of the resultant alloy in cold rolling. 

[0012] FIG. 2 is a graph showing the effect of the amount of Al added to Ti on the 0.2 % proof stress and the tensile 
strength of the resultant alloy at room temperature. 

[0013] FIG. 3 is a graph showing comparison of changes in 0.2 % proof stress of pure titanium alloy and in that of 
Ti-AI alloys, dependently on change in temperature. 
25 [0014] FIG. 4 is a graph showing comparison of changes in tensile strength of pure titanium alloy and in that of Ti- 
AI alloys, dependently on change in temperature. 

[0015] FIG. 5 is an explanatory view of a process for producing Ti-AI alloy thin plates, the process being adopted in 
experiments. 

[0016] In order to attain the above-mentioned object, the inventors made research, paying attention to Al, which is 
30 an alloying element giving heat-resistance improving effect to titanium materials. It is well known that Al is an alloying 
element effective for improving heat- resistance of titanium materials. However, by the inventors' experiments, it has 
been found out that as a larger amount of Al is added as an alloying element to Ti, some properties of the resultant 
alloy, in particular rolling ability, become lower. 

[0017] FIG. 1 shows the effect of the Al content by percentage in binary-element alloy Ti-AI on cold rolling ability, 
35 and is a graph showing results of its critical rolling reduction until a border crack is generated in cold rolling. As is 
evident from this graph, in the range where the Al content by percentage is from 2 to 2.3 %, no border crack is generated 
even if cold rolling into 75 % is conducted. (The content by percentage means % by mass. The same rule is applied 
correspondingly to the following.) Thus, sufficient rolling ability is secured. However, when the Al content by percentage 
is over 2.3 %, the critical rolling reduction is clearly reduced. When the Al content by percentage is over 5 %, not only 
40 border cracks but also cracks throughout the plate are generated. If the Ti-AI alloy can keep a cold working ratio of 75 
%, the alloy can be worked to a thin plate by the same process as for JIS second grade pure titanium, which are widely 
used for mufflers at the present time. Thus, a substantial rise in production costs can be avoided. From the viewpoint 
of workability, it is essential that the Al content by percentage is set to 2.3 % or less. 

[0018] Furthermore, in order to check the effect of the Al content by percentage on the tensile strength of titanium 
45 alloy, a tensile test was conducted at room temperature about titanium alloy wherein 0.5-4 % of Al was added to a JIS 
second grade pure titanium material and titanium alloy wherein 0.5-4 % of Al was added to Tl to examine the effect of 
the Al content by percentage on 0.2 % proof stress and tensile strength thereof. The results are as shown in FIG. 2. 
It can be understood that with an increase in the Al content by percentage, the strength at room temperature increases 
substantially proportionally. 

50 [0019] In order to check the effect of addition of Al on heat-resistance, the relationship between temperature and 0.2 
% proof stress and the relationship between temperature and tensile strength were examined about JIS second grade 
pure titanium and Ti-AI alloys having different Al contents by percentage. The results are shown by FIGs. 3 and 4, 
respectively. 

[0020] As is evident from these graphs, the strength of pure titanium drops remarkably in the range of cold 
55 temperatures . The strength at about 200 °C drops to half of the strength at room temperature. If temperature is over 
300 °C, the strength drops more remarkably On the other hand, about the Ti-AI alloys, the drop in their strength 
accompanying the rise in temperature cannot be avoided, but the drop tendency thereof is smaller than pure titanium. 
As the Al content by percentage is made larger, the absolute value of the strength and the drop tendency thereof are 
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smaller. Particularly about the alloy whose Al content by percentage is made high to 1 .0 % or more, even at about 500 
°C the alloy keeps half of the strength at room temperature. Particularly in the cold temperature range of 200 to 500 
°C, the Ti-AI alloy exhibits strength 2-3 times that of pure titanium. It can be verified that the effect of improving the 
strength at high temperature by the addition of Al can be effectively exhibited by setting the Al content by percentage, 

5 preferably to 0.5 % or more, and more preferably to 1 .0 % or more. 

[0021] On the basis of the results of these experiments, as the requirement for keeping heat-resistance particularly 
in the cold temperature range of 200 to 500 Q C, the Al content by percentage is defined as 0.5 % or more. From the 
viewpoint of the heat- resistance, the lower limit of the Al content by percentage is more preferably 1 .0 % or more. It is 
known that if an appropriate amount of Al is added to titanium, the oxidization-resistance of the alloy is also improved. 

io |f 0.5 % or more of Al is incorporated into Ti as described above, the effect of improving the oxidization-resistance is 
also effectively exhibited. This also contributes to an improvement in the aptitude as a muffler material. The upper limit 
of the Al content by percentage is defined as 2.3 % from the viewpoint of forming-workability, as described above. The 
upper limit is more preferably 2.0 %. 

[0022] As described above, the present invention has a feature that 0.5-2.3 % of Al is incorporated into Ti to keep 

15 forming-workability, heat-resistance and oxidization-resistance required for the material for mufflers. The alloy compo- 
sition that is simplest and is also preferred in light of both costs of raw materials and mass -productivity is a binary- 
element titanium alloy comprising Ti-(0.5-2.3 %)AI. So far as the gist of the present invention is not damaged, alloying 
elements other than Al may be incorporated. Alternatively, the other elements may be incorporated to improve the 
effects of the present invention further or improve other performances. 

20 [0023] Specific examples of the other alloying elements include solid-solution strengthening elements exhibiting 
strength-improving effect in the range of room temperature to cold temperature, such as Mo, V, Cr, Fe, Sn and Zr; W, 
Ta, Nb and rare earth elements exhibiting heat-resistant strength improving effect in the range of cold temperature to 
hot temperature; and B and C, which have heat- resistance improving effect. It is allowable to use a multi-element alloy, 
that is, a three or more element alloy wherein one or more of these elements are incorporated in appropriate amounts. 

25 [0024] Any alloy wherein a main alloying element is Al and the metal texture as a whole of the alloy containing the 
above-mentioned other alloying elements contains more than 90 % by volume of the a phase, which is a basic structure 
of Ti-AI alloy containing Al in an amount within the above-defined range, among the above-mentioned multi-element 
alloys, can sufficiently keep forming-workability, weldability, heat-resistance and the oxidization-resistance, an improve- 
ment of which is intended in the present invention. Thus, so far as the metal texture contains more than 90 % by volume 

30 of the a phase, the above-mentioned other elements can be added. The crystal structure of pure titanium is the a 
phase. Since Al functions as an element for stabilizing the a phase, ail of Ti-AI binary-element alloys are substantially 
alloys composed of the a phase. Elements such as Mo, V, Cr and Fe are elements for stabilizing the p phase. When 
the content by percentage of these elements increases, the amount of the p phase increases. Bad effects are produced 
on, in particular, heat- resistance and weldability. It is therefore unnecessary to define the upper limit of the content 

35 itself by percentage of these elements, but it is necessary to suppress the content within the range that can keep the 
metal texture in which the p phase is below 10 % by volume, that is, the metal texture in which the effect of these 
elements is hardly produced. 

[0025] The titanium alloy used in the muffler of the present invention has cold rolling ability, forming-workability and 
weldability equivalent to those of conventional pure titanium, as described above. It is therefore sufficient to adopt, as 

40 the method for producing the muffler of the invention, a method in accordance with that for producing a muffler from 
pure titanium. It is in general possible to adopt a method of blending ingredients to give a given alloy composition; 
melting and casting the composition in an ordinary way to prepare an ingot; subjecting the ingot to forging, hot rolling, 
annealing, removal of scale from the surface, cold rolling up to a given thickness and annealing; curving the resultant 
thin plate; seam-welding the curved plate into a tubular form; and forming the tube into a muffler form. Hot rolling 

45 conditions, cold rolling conditions, annealing conditions, seam welding conditions and so on in this production process 
should be appropriately adjusted dependency on the composition of the used titanium alloy, and so on. 

[Examples] 

so [0026] The present invention will be specifically described by way of Examples. The present invention is not however 
limited to the following Examples and may be appropriately modified within the scope of the subject matter of the 
present invention. The modifications are included in the scope of the present invention. 

Example 

55 

(1) Production of Ti-AI binary-element alloy thin plates 

[0027] A vacuum arc melting furnace was used to prepare an ingot of pure titanium and ingots of Ti-AI alloys whose 
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Al content by percentage was from 0 to 6 %. The respective ingots had a weight of 250 g and were a trepang-shaped. 
The respective ingots were subjected to steps illustrated in FIG. 5 to work the ingots into thin plates 1 mm in thickness. 
By cold rolling, the thickness of the plates was made from 4 mm to 1 mm (rolling reduction: 75 %) About the alloys 
wherein a border crack was generated in the middle way, the rolling was interrupted at the time of the generation. 
About the temperature of hot rolling performed before the cold rolling and the temperature of annealing steps, optimal 
conditions obtained in pre-experiments were adopted. The effect of the Al content by percentage on the critical rolling 
reduction of the alloys, which was obtained in this experiment, is shown in FIG. 1 . A thin plate was also prepared from 
T1-3A1-2.5V alloy, which is an existing alloy, in the same manner. In this alloy, an internal crack was generated at a 
cold rolling reduction of about 45 %. A border crack was generated at a cold rolling reduction of 55 %. 

(2) Production of 71-1 .5 Al alloy thin plates 



[0028] A thin plate was produced from a Ti-1 .5AI alloy, which is a typical Al-added alloy. In the production, ingredients 
were melted by high-frequency wave scull melting and cast into an ingot 25 kg in weight. The ingot was subjected to 

15 forging, hot rolling, annealing, removal of scale, cold rolling and vacuum annealing, to prepare a coil having a plate 
thickness of 1 mm. In this case, conditions for the steps after the hot rolling were in accordance with the conditions 
shown in FIG. 5. This experiment demonstrated that the Ti-1 .5 Al alloy was also able to be worked into a thin plate in 
substantially the same process and conditions as for producing JIS second grade pure titanium. 
[0029] Data on the Ti-1 .5% Al alloy, shown in FIGs. 3 and 4, are results of a tensile test about the range of cold 

20 temperatures, using this coil as a specimen. As is evident from the results of Ti-1 .5AI in FIGs. 3 and 4, the proof stress 
of this alloy was about 1 .25 times that of JIS second grade titanium, which is a conventional Ti material for mufflers, 
and was 2.5-3.5 times in the cold temperature range of 300 to 500 °C. It can be understood that if such a strength 
property is used, it is possible to make mufflers highly thin and light. 

[0030] Data on Ti-0.5Ai, Ti-1 .0AI, and T1-2.0AI alloys, shown in FIGs . 3 and 4, are results of tensile tests at room 
25 temperature, 200 °C, and 400 °C, using the plates produced in the item (1). 

(3) Production of a Ti-1 .5AI alloy welded tube 

[0031] A strip 120 mm in width was cut out from the thin plate coil, and this strip was curved along its wide direction 
30 and then seam-welded to prepare a welded tube Imm in thickness and 38 mm in diameter. In the production of the 
tube, the following method was used since the coil was short: the method of welding a JIS second grade pure titanium 
strip as a dummy to the above-mentioned strip to stabilize the shape thereof by the pure titanium, and then seam- 
welding the Ti-1 .5AI alloy portion continuously. 

[0032] The curving workability and seam weldability at the time of obtaining the welded tube were entirely satisfactory, 
35 and the resultant seam-welded tube was able to be made wholesome under substantially the same conditions as for 
a pure titanium thin plate. Typical mechanical properties of the welded tube are as follows. The results demonstrate 
that the alloy in the present Example had sufficient properties for titanium alloy for mufflers. 

©The welded tube was subjected to a tensile test, so that its 0.2 % proof stress was 440 MPa and its tensile 
40 strength was 510 MPa. Its elongation percentage, which is concerned with forming -workability, was 35 % and 

equivalent to that of pure titanium. 

©A pushing-widening test was performed. In the test, a cone having a conical angle of 60 degrees was pushed 
on an end face of the welded tube to widen a concave. The resultant critical pushing-widening ratio was 1 .4. This 
value is equivalent to that of a pure titanium welded tube. Deterioration in ductility was hardly generated in the 
45 welded portion. 

©The welded tube 38 mm in diameter was bent with a bend radius of 90 mm. As a result, defects such as cracks 
and wrinkles were not generated at all. Thus, it was demonstrated that this welded tube had a bending ability 
sufficient for forming the tube into an exhaust pipe or any one of other muffler members. 

so (4) Forming into a muffler 

[0033] A consumption electrode type arc melting furnace was used in the same manner as in an ingot production 
method adopted in mass-production of pure titanium thin plate coils, so as to produce one ton of an ingot made of Ti- 
2AI-1 .3V alloy from 330 kg of scrap of 71-6A1 -4V alloy and 70 kg of sponge titanium. In accordance with an ordinary 
55 way, this ingot was subjected to cogging forging, hot rolling, annealing, removal of scale, cold rolling and vacuum 
annealing to produce a coil having plate thickness of 0.75 mm. This experiments demonstrated that the process for 
producing pure titanium was used as it was, so as to make it possible to work TV2AI-1 ,3V into a thin plate. 
[0034] The resultant coil was used to produce welded tubes 38 mm and 50 mm in diameter. Moreover, a motorbike 
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muffler was produced wherein the welded tube was used as a part of the outer cylinder and the interior of an exhaust 
pipe and a silencer pipe. In fabrication of the muffler, no problems were caused. This muffler was lighter by about 20 
% than a muffler having the same size and made of JIS second grade pure titanium. No troubles occurred in a practical 
vehicle test. 

(5) Test for checking weldability of the Ti-AI alloy 



[0035] A test for checking weldability was performed using, as specimens, JIS second grade pure Ti, TI-3AI-2.5V 
alloy, and T1-6AI-4V alloy [thickness: 1 mm], each of which was mass-produced in a factory, and plate materials pro- 
io duced in the same manners as in the items (2) and (4) [thickness: 1 mm and 0.75 mm, respectively]. The respective 
specimens were metals in the state after the finishing annealing. 

[0036] In this test, a bead [width: about 2 mm] penetrating, in the direction of the rolling, through each of the specimens 
from its front surface to its back surface was made by TIG welding, to form a sample similar to a weld joint. The resultant 
test sample was worked in the manner that a tensile direction was perpendicular to the bead, and then a weld joint 
15 tensile test was performed. 

[0037] The results together with strength properties of its base material portion are shown in Table 1 . Table 1 shows 
results of the amount (% by volume) of the phase in each of the specimens. The results were decided from X-ray 
diffracted strength. Since all of the alloys subjected to this test were a single phase alloys or (a + P) two-phase alloys, 
the relationship that the amount (% by volume) of the p phase was (100 - the amount of the phase) was true. 

20 



Table 1 



Specimen 


Position 


Tensile strength 
(MPa) 


Elongation (%) 


Amount of the a 
phase (% by 
volume) 


Notes Notes 


JIS second pure 
Ti 


Base material 


393 


41 


100 


Comparative 
Example 


Weld joint 


358 (0.99) 


40 (0.98) 


H-1.5AI alloy 


Base material 


446 


33 


100 


Example 


Weld joint 


420 (0.94) 


26 (0.79) 


T1-2AI-1.3V alloy 


Base material 


550 


25 


95 


Example i 


Weld joint 


535 (0.97) 


17(0.68) 


Ti-3AI-2.5V alloy 


Base material 


693 


19 


90 


Comparative 
Example 


Weld joint 


692 (1 .00) 


12 (0.63) 


71-6AI-4V alloy 


Base material 


958 


15 


84 


Comparative 
Example 


Weld joint 


1009 (1.05) 


6 (0.40) 


Values in parentheses are ratios (weld joint / base material). 



[0038] As is evident from Table 1 , with a decrease in the amount of the phase, the elongation percentages of the 
base material and the weld joint portion became lower. Particularly in the case that the amount of the phase was below 
90 % by volume, ductility was suddenly lowered. 



(6) Examination of oxidization-resistance of the Ti-AI alloy 

[0039] The plate made of the Ti-AI two-element alloy and produced in the item (1) was used to examine the oxidi- 
zation-resistance thereof. The alloy was heated at 700 °C for 20 hours or 700 °C for 40 hours in the atmosphere. The 
resultant results are shown in Table 2. As is evident from this table, oxidization-resistance is improved by the addition 
of Al, and the present alloy is more preferred for a muffler material than conventional pure Ti 



Table 2 



Specimen 


Increase in oxide (mg/cm2) 


700 °C x 20 hours 


700 °C x 40 hours 


JIS second grade pure Ti 


0.45 


0.70 
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Table 2 (continued) 



Specimen 


Increase in oxide (mg/cm2) 


700 °C x 20 hours 


700 °C x 40 hours 


Ti-1AI alloy 


0.34 


0.51 


TI-2AI alloy 


0.32 


0.42 


Ti-3AI alloy 


0.31 


0.38 


T1-4AI alloy 


0.26 


0.28 



Claims 

is 1 . A muffler made of a titanium alloy, wherein the titanium alloy comprises 0.5-2.3 % by mass of Al. 

2. The muffler according to claim 1 , wherein the ratio of the a phase in metal texture of the titanium alloy is over 90 
% by volume. 

20 3. A muffler made of a titanium alloy, wherein the titanium alloy consists of 0.5-2.3 % by mass of Al, and 71 and 
impurities as balance. 

4. The muffler according to any one of claims 1-3, which is produced by curving a cold-rolled plate made of the 
titanium alloy and then seam-welding the plate so as to be worked into a tube. 

25 



30 



40 



45 



50 
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F I G. 5 



250 g TREPANG-SHAPED ING0T:15 tX40w (mm).MAX. 



FORGING : 10 tx 5 0w (mm). 850 C 



soot: ( 0~1 A L ) 
HOT ROLLING 4. 5 tX5 Ow (mm) . 8 5 0t ( 1. 5~3A I ) 

9 0 0t (3.5—6AI) 



ANNEALING :7 0 OtX 1 h—AC ( 0~1 A L ) 

8 0 01CX1 h^AC ( 1.5~6A t) 



REMOVAL OF SCALE 4tX50w(mm) 



(UNTIL A BORDER CRACK 
IS GENERATED) 



COLD ROLLING :1 tX50w (mm) 



ANNEALIlOq- 



: 7 0 0txi h (0AL) 
8 5 0tX1 h (0.5^3 A L ) 
SOOtxl h (3.5~6AL) 
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